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white, instead of weighing the crucible and ash together, the
ash, only, is brushed out of the crucible onto the glass scale pan
and weighed. This permits the use of a refractory crucible such
as porcelain or fused silica. The author prefers to use a zirconia
composition crucible, which can be referred to as a silicon cup.

PHOTO No. 29.

The most convenient size is 1| inches outside diameter at the
the top; 1 inch bottom diameter and If inches high. In case
the ash is not white, it can be transferred to a platinum cruci-
ble; weighed; and evaporated with H^SO^ and HF as already
described. The silicon cup is shown in Photo No. 29, at 2.
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